
Remarks 

The above amendments are being submitted as a 
supplement to the response to the Election Requirement, 
filed orTl^riT" 2'2~2 00 2 ; "and -i-t- -i s-^re specJtf 
that this Amendment be entered with the effect of a 
Preliminary Amendment since it is being submitted prior to 
any action taken on the merits. Acceptance and formal entry 
therefor of the same in connection with a first office 
examination on the merits is respectfully requested. (An 
authorized Credit Card Payment Form is enclosed herewith 
covering the fee amount for the additional claims.) 

A marked-up version showing changes made is enclosed. 

The accompanying Substitute Specification, which is 
submitted herewith as Attachment A, is reflective of the 
changes that were made therein to correct discovered 
informalities as well as other changes that are of a minor 
and obviously clarifying nature. Concerning the revisions 
made to the original specification, enclosed herewith, also, 
is a marked-up version of the original specification (see 
Attachment B) . It is submitted, new matter has not been 
added in connection with the filing of this Substitute 
Specification, either by addition and/or deletion. 
Acceptance and formal entry therefor of the accompanying 
Substitute Specification into the official record is 
respectfully requested . 
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By the amendments presented hereinabove, original 
claims 1, 2 and 22 are being amended to remove a discovered 
informality therein as well as to effect further 
clarification of the subject matter being covered,. With 
regard to base claim 1, a period was appropriately changed 
to that of a comma. Also in claim 1, the expression 
regarding the size relationship between that of the "first 
semiconductor region" (e.g., n" region 20 in Fig. 4, etc.) 
and that of the "second semiconductor region" (e.g., p^ 
region 6) , in terms of a planar pattern relationship 
thereof, has been somewhat clarified. The additional 
revisions implemented are strictly of a minor and formal 
clarifying nature . 

By the amendments presented hereinabove, original 
claims 12-14, which were previously withdrawn (as non- 
elected claims) without traverse, are being canceled for 
purposes of reducing the newly added claim fee in connection 
with the additional claims being presented. It should be 
noted, applicants reserve the right to subsequently file a 
divisional application directed thereto. 

Newly presented claims 24-36, it is submitted, are also 
directed to the invention covered by the elected Group lA. 
Therefore, it is respectfully requested that the newly added 
claims 24-36 also be included into the elected Group lA and 
examined accordingly along with claims 1-3 and 22. The 
newly added claims 24-36 are similarly directed to a 
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semiconductor integrated circuit device scheme as that 
covered by the Group lA claims. Moreover, these newly 
^presented^ claims have been drafted somewhat differently from 
claims 1-3 and 22 in order to cover^va'rrous-aspectSL^ _ 
including particularities thereof directed to the subject 
matter covered by the Group lA. For example, with regard to 
claim 24, it further highlights the doping concentration 
relationships between the "second semiconductor region" 
(e.g., p"^ region 6) and that of the semiconductor substrate 
such as it relates to the Fig. 4 illustration, although not 
limited thereto. Newly added claim 25 (dependent on claim 
24) further characterizes the invention according to claims 
1 and 3 in a manner which is particularly relating to the 
various disclosed embodiments such as Fig. 4, etc., although 
not limited thereto. 

Newly added claim 26 further covers a semiconductor IC 
device scheme as that of the elected Group lA but, however, 
in a manner which is somewhat varying therefrom. In one 
respect, while none of the newly added independent claims 
26, 29, 32 and 36 are limited to a scheme specifically 
featuring a zener diode, a number of the newly added 
dependent claims thereof do, in fact, specifically call for 
a zener diode. That is, even though the newly added 
independent claims 26, 29, etc., do not particularly call 
for a zener diode, they are, in fact, encompassing of a 
device scheme having a zener diode by the claimed featured 
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aspects thereof such as in connection with the Fig. 4 
embodiment, although not limited thereto. 

It is submitted, since the newly added claims 24-36 
also cover a semiconductor IC device- scheme as that covered 
by Group I and particularly. Group lA, acceptance of the 
newly added claims 24-36 as well as examination thereof of 
the same in connection with examination of the claims 
directed to the Group lA, which previously included 1-3 and 
22, is respectfully requested. 

Kindly charge any shortage in the fees due in 
connection with the filing of this paper to the Deposit 
Account of Antonelli, Terry, Stout & Kraus, LLP, Dep. Acct . 
No. 01-2135 (843.39542X00), and please credit any excess 
fees to such deposit account. 

Respectfully submitted, 

ANTONELLI, TERRY, STOUT & KRAUS, LLP 




LNA/dks 
703-312-6600 
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843.39542X00 

S N. 09/768,471 ^„„v,nES MADE 

MARKEDjJJPj^HSiHfl--^ 

. , 2 and 22, as follows: 
-p.,eas^ amend, c^ axms ^ _ " 



..ed) . semiconductor integrated circuit 
T (Twice Amended) A 

=c»p..e«.. ^^^^^ ^^^^^^^^^ ^ 

^.^iconductcr region ^^^^^^^ ^ 

^■F c;aid semiconductor 

.e„icon.uc.o. ^^^^^^^ a. a .o„o» 

I .a„.— an. .e.n, .»aUe. 

it^aaa^-^SliSSi^i^-^^S r\rI^surround planar 
^ ,e»lcona.ct=r region an 

pattern thereof.!. ,„„r>ection holes for 

therein a plurality of fir= 

first semiconductor reg 
. nv connecting said first 
electrically conn ^^^.^^^ 

.v,^r are arranged m a reg 
a wire to each other are 

•cie a junction formed between said fi 

located outside a 3 semiconductor region. 

, . -conductor integrated circuit 

• qaid second 
. to claim 1, wherein saia 
.evice according to ^ ^^^^^^^^^^^^ 

semiconductor region is a 

. ^lv at a center location of said 
subst^ntrallX-SS-S 
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f first connection 
..n and said plurality of f^rst 
semiconductor regxon, 

arranged at a periphery of saxd 
holes are arrangeu 

.semiconductor region- 



, . semiconductor integrated circuit dev.ce 
.herein a .unction dept. Of said first 

.,,,,,0. is Shallower 

•q^3 form 9- ±l£i 

V. that of .aid £ir.t semiconductor reg 
than that ^^.^ j^^^t 

„hich .aid semiconductor substrate 

^ ^rr, a PN iunction. 
^ ^^r.r- reqion form a tr^ J 
semiconductor regx 
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MARKED-l^^EpsiON SHOWING CHANGES MADE 



SEMICONDUCTOR INTEGRATED CIRCUIT DEVICE AND 
E T H O D OF MANUFACTURING THE SAME 



TECHNICAT. FIELD OF THE INVENTION 

The present invention relates to a semiconductor 
integrated circuit device and a method of manufacturing 
the same. In particular, the present invention relates 
to a technique that is effective to apply a clamp element 
of an internal boosting circuit to a semiconductor 
integrated circuit device comprising a zener diode. 

BACKGROUND OF THE INVENTION 

An EEPROM (Electrically Erasable and 
Programmable ROM) that is a type of memory LSI comprises 
a constant voltage generating circuit for applying a 
voltage (Vpp) higher than a power supply voltage (Vcc) 
to a gate electrode when rewriting (writing and erasing) 
data. A zener diode as a clamp element for voltage 
stabilization is connected to the boosting circuit in 
the constant voltage generating circuit, whereby the 
rewrite voltage (Vpp) is constantly supplied to the 
EEPROM. A publicly known zener diode of such type is / 
disclosed in Japanese Patent Laid-open No . /l - 59 9 4 9^7 for ^ 

-7) 

example . 

The zener diode described in the above-mentioned 
Laid-open No . Tl - 5 9 9 4 9/ is composed of: an n type 
semiconductor region formed in a p type well of a 



semiconductor substrate; and a type semiconductor 
region formed in a p type well at a lower part of this 
n^ type semiconductor region. An area surrounding a 
planar pattern on the p* type semiconductor region is 
smaller than that of the n^ type semiconductor region, 

and t^he, gjL ;tjyP^ ^^^^^^^^^^^^ region is located^n they^ 
(subs tantiaj/centery of the n* type semiconductor region. 
In this manner, the p* type semiconductor region and n* 
type semiconductor region have such a structure as is 
closed in the semiconductor substrate, so that the 
structure can prevent an occurrence of a problem with 
a leakage current due to an interface level of an 
interface between the semiconductor substrate and an 
insulation film (silicon oxide film) on an upper part 
thereof . 

To the p type well in which the above p^ type 
semiconductar region is formed and the n^ type 
semiconductor region, a wire is connected through a 
connection hole provided in an insulation film that 
covers upper parts of both. To the n* type 
semiconductor region, a wire is connected through the 
center thereof, i.e., a connection hole formed at the 
insulation film located in the upper part of the p* type 
semiconductor region , 



SUMMARY OF THE INVENTION 

As an EEPROM becomes fine and highly integrated. 
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a junction depth between source and drain of a MISFET 
(Metal Insulator Semiconductor Field Effect 
Transistor) that constitutes a memory cell or a 
peripheral circuit is gradually shallow, and 
accordingly, a junction depth between the n* type 
semiconductor region and p* type semiconductor region 
that constitutes a zener diode in the constant voltage 
generating circuit is gradually shallow as well. In 
addition, since the connection hole for connecting the 
n* type semiconductor region or p* type semiconductor 
region to a wire becomes small in diameter, it is 
difficult to form the connection hole by dry etching. 

Therefore, in the zener diode as described in the 



)ve-mentioned Laid-open No. 



above-mentioned Laid-open No. /l-5994y, when a 
connection hole is formed for connecting the n* type 
semiconductor, region and a wire to each other, 
difference between an element and a connection hole 
formed in a highly dense memory region or the like lin 
diameter^ causes a substrate around the greater 
connecting hole in diameter in a zener diode forming 
region to be excessively shaved off. And, since 
thickness (the junction depth) of the n* type 
semiconductor region of a pn junction at a bottom of 
the connection hole (p* type semiconductor region / n* 
type semiconductor region) becomes extremely thin, an 
increase of a leakage current caused by a tunnel current 
or the like becomes obvious. 
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As a result, there occurs a problem that the 
leakage current at a fall (breakdown) start voltage of 
a zener diode exceeds 10 /x^A, for example, and that a 
desired rewrite voltage cannot be obtained because a 
clamp voltage is lowered. 

An object of the present invention is to provide 
a technique capable of reducing a leakage current of 
a zener diode. 

Another object of the present invention is to 
provide a technique capable of suppressing a substrate 
shaving caused when a connection hole is formed for 
connecting a substrate and a ^rit^J^to each other. 

The foregoing and the other objects and new 
characteristics of the present invention will be 
apparent from a description of the present 
specif icatic^ and the accpmpan^ng drawings thereof. 

yp4fcal^ xnv^nt:^on ouy ox I/a. lot of / inventiony 
disclosed, in the present applicat ionywill be briefly 



desc 



3^ 

:;r^bed fas f ollg^ 
nductor 




first serniconductor region of a second 
conductin^^type formed in a primaryv tao^^ of Jorj'^^ 
semiconductor substrate ^f a f irs t electrically 
conducTting type, and a second semicMiductor regiqntthat 



formed 



i§%L^first ^electrically conduct iii^azype^hat ±bJ 
in the semiconductor substrate at a bottom portion of 
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said first semiconductor region and/i^s^laller'than said 
semiconductor region «.n an area siirrpunding a planar 

»rises7/a plu^rality of 
Tcting said first 
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pattern thereof,; ^he devi 
first connection holes fo 




semiconductor region and a wire to each other^^^erein 
the first connection holes|are arranged in a region|bein^ 
outside a junction^ formed between said first 
semiconductor region and said second semiconductor 
region. 

(2) A semiconductor^integrated circuit de^c^of the 



present invention/'havinC^ a^zener diode ^onifJo^ 



first semiconductor region of a second i electr: 

conducting ty^e formed in a primary fade of^^T^ 

^ ^ 

.semiconductor substrate Jo^f a first electrically 



conducting typ^, and a second semiconductor region] 
j^a first |4lectrically^con^^ type^nd ^^^^ 



on^hat 

ly conduct^4/hg^ tvpe /and isT/formed 
in the semiconductor substrate at a botto m portion 
said first semiconductor region and|ls^siailller>than^ 
first semiconductor region/in an area surrpunding 
planar pattern thereof, [5^^ device comprisesya ^ 
plurality of first connection holes for connecting said 
first semiconductor region and a wire to each other 
^wherein sai^d fijrpt connection holes^are arranged in a 
region ^ein^jout side a junction formed between said 
first semiconductor region and said second 
semiconductor region, and wherein each of said 
plurality of first connection holes is spaced from each 
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other so that a pitch between the adjacent first 
connection holes is greater than a maximum pitch between 
connection holes of the circuit. 

(3) A semiconductor integrated circuit device of the 
present invention according to the above-mentioned (1) 
or (2), wherein each of said plurality of first 
connection holes is spaced from each other so that a 
pitch between the adjacent first connection holes is 
greater than a minimum pitch between connection holes 
of the circuit. 

(4) A method of manufacturing a semiconductor 
integrated circuit device of the present invention 
comprises : 

(a)^ step oj^forming a semiconductor region of a first 
conducti;5^ type in a first region on a 
face bf a/semicoi 
^electrically conduct in^7tw)e , and then forming, on said 



semiconductor, region of said first (glectr ically 
conduct ingy type , a semicanduct or region of a second 
electrically conduct in^ J^pe that has a greater area 
of a planar pattern than the semi^nductor region of 
said first felectrically conduct in^type , and thereby 
forming a zener diode Tcompotsed/ of the semiconductor 
region of said f irs t |^^ectrically conduct iri^-type and 
the semiconductor region of said second ^glectrically 
conduct in^jWtype ; 



(b) jja^step o^forming an insulation film on the primary 
face of said semiconductor substrate, and then forming 
a plurality of connection holes in said insulation film 
at an upper part of a region ^ein^ out side a junction 
formed between the semiconductor regions of said first 
and second ^lectrically conduct i^^types ; and 

(c) ^step o^forming a wire at the upper part of said 
insulation film, and thereby electrically connecting 
said wire and the semicx>nduct or region of said second 




connection holes . 

RRTEF DE S;CRTPTTONS OF THE DRAWINGS 

FIG. 1 is a block diagram showing a semiconductor 
chip on which a system LSI according to one embodiment 
of the present invention is formed. 

FIG. 2 is a circuit diagram showing a constant 
voltage generating circuit incorporated in a system LSI 
according to one embodiment of the present invention. 

FIG. 3 is a plane view showing a zener diode 
formed in a system LSI according to one embodiment of 
the present invention. 

FIG. 4 is a cross section showing a semiconductor 
substrate taken along line IV-IV shown in FIG. 3. 

FIG. 5 is a schematic planeview on the condition 
that wires not shown are connected^^ zener diode of FIG. 
3 . 

FIG. 6 is a graph showing the result obtained by 
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measuring a relationship between a layout of a 
connection hole f ormed at an upper part of a zener diode 
and a leakage current generated at a voltage equal to 
or less than a breakdown voltage with respect to the 
zener diode of one step, ^ ^ 

A 

FIG. 7 is a plane view schematically showing a 
layout of ^^connection hol^^ormed at an upper part of 
a zener diode. 

^^^^^^^^^^-^ FIG. 8 is a plane view schematically showing^^ 
layout of [^/Jconnection hol^/formed at an upper part of 
a zener diode . 

' FIG- 9 is a plane view schematically showing a 

^layout of ^ connect ion holeyformed at an upper part of 
a zener diode. 

FIG. 10 is a plane view schematically showing a^ 
layout of ^atjconnect ion hol^/formed at an upper part of 




a zener diode . 



^^^^^^^^^^^^^ FIG. 11 is a plane view schematically showing^ / 
layout of /ar? connect ion hol^^ormed at an upper part of 



a zerier diode . 

FIG. 12 is a cross section of essential parts of 
a semiconductor substrate for sii6wing a /method of 
manufacturing a system LSI according to one embodiment 



of the present invention. 

FIG. 13 is a cross section of essential p^rts of 
a semiconductor substrate for showing^^ metho<y o±f 
manufacturing a system LSI according to one embodiment 
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of the present invention. 

FIG. 14 is a cross section of^essential parts of 
a semiconductor substrate for showing^a infethod 
manufacturing a system LSI according to one embodiment 
of the present invention. 

FIG. 15 is a cross section of essential parts^of 
a semiconductor substrate for showing^al/metho^ 
manufacturing a system LSI according to one embodiment 
of the present invention. 

FIG. 16 is a cross section of ~^ssential parts 
of a semiconductor substrate for showing a meth/)d^ of 
manufacturing a system LSI according to one embodiment 
of the present invention. 

FIG. 17 is a cross section of 
a semiconductor substrate for showing^a mefthod o 
manufacturing a system LSI according to one embodiment 
of the present invention. 

FIG. 18 is a cross section of 




a semiconductor substrate for showing 
manufacturing a system LSI according to one embodiment 
of the present invention. 

FIG. 19 is a sectional view of ess^jptial p^rts^ 

^ _ . 

of a semiconductor substrate for showxng avmethod/oi 
manufacturing the system LSI according to one 
embodiment of the present invention; 

FIG. 20 is a cross section of essent ial^part s of 
a semiconductor substrate for showing a method of / 
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manufacturing a system LSI according to one embodiment 
of the present invention , 

FIG. 21(a) is a plane view schematically showing 
a layout of |faJconnection hol^^ormed at an upper part 

of a zener diode. f^.UQO 

FIG. 21(b) is a cross sec^iorr ^schematically 



showing a layout of||Vjconnection hol^^ormed at an upper 
part of a zener diode. 

FIG. 22(a) is a plane view schematically showing 



^aj layout of ^Jconnect ion hole^ormed at an ^/To^l^^^part 

of a zener diode. ^ fA . ^ 

FIG. 22(b) is a cross sect/on Cfechematically 

showing a layout of a connection hole formed at an/lowe 

part of a zener diode. 

FIG. 23(a) is a plane view schematically 

illustrating a layout of [a[Jconnection holeyformed at 
^ lowe^y/part of a zener diode. ^ JT^ 

FIG. 23(b). is a cross section Cschematically 




illustrating^aj layout of "[a^connection holer formed at 
^ lower^^'part of a zener diode. 

FIG. 24 is a cross section of essential parts of 
a semiconductor substrate for showing a system LSI 
according to another embodiment of the present 
invention ; 

FIG. 25 is a plane view showing a bipolar 
transistor formed in a system LSI according to another 
embodiment of the present invention and showing a layout 
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of ^sTj connect ion hol^^f ormed thereon; and 

FIG • 2 6 is a graph showing a relationship between 
a pitch of a connection hole formed at an upper part 
of an emitter region and a direct current amplification 
rate hFE (collector current Ic / base current Ib) • 



DESCRIPTIONS OF THE PREFERRED EMBODIMENTS 

Hereinafter , embodiments of the present 
invention will be described on the basis of the 
accompanying drawings. In all figures for describing 
the embodiments, elements having the same functions are 
designated by the same? reference numerals , and a 
duplicated description \jrill be omitted 
(First Embodiment ) 

FIG. 1 is a block diagram showing a semiconductor 
chip on which a system LSI according to the present 
embodiment is formed. The system LSI formed on this 
semiconductor chip lA is incorporated in an IC card, 
for example, and is used. This system LSI is composed 
of a central processing unit (CPU), an input / output 
circuit (I/O), a system controller, a watchdog timer, 
a random number generator , /aiy ROM (Read Only Memory), 
rari| RAM (Random Access Memory), and /an*? EEPROM and the 
like. 1 ^ 

r ^ 

\ Affl EEPROM that constitutes a part of the above 
system LS^ is used as data memory of an IC card , for 
example, so that a high voltage (Vpp) for rewriting 
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(writing and erasing) is supplied through a constant 
voltage generating circuit that is incorporated in the 
semiconductor chip lA as shown in FIG. 2. The constant 
voltage generating circuit boosts an external power 
supply voltage (Vcc) of 3 V to 5 V, for example, to 
generate a rewrite yoltage(Vpp) of about -13 V. In 
addition, a two- step^zener diode (D^, Dj) that is a clamp 
element for voltage stabilization is connected to the 
boosting circuit in a constant voltage generating 
circuit, and the rewrite voltage (Vpp) is constantly 
supplied to the EEPROM by means of these zener diodes 

FIG. 3 is a plane view showing the above zener 
diode (Dl, D2), FIG. 4 is a cross section showing a 
semiconductor substrate taken along line IV-IV shown 
in FIG. 3, and FIG. 5 is a schematic plane view on the 
condition that wires not shown are connected to the zener 
diode (Dj, D2) shown in FIG. 3. 

Each of the zener diodes (D^, Dj) is composed of: 
an n* type semiconductor region 20 formed in respective 
p type wells 5 of a semiconductor substrate (hereinafter, 
referred to as a substrate) 1; and a p* type 
semiconductor region 6 formed in respective p type wells 
5 at a lower parr of^this n* type semiconductor region 
20. The p^ type semiconductor region 6 is smaller than 
the n* type semiconductor region TJfh in areavrof SL^J^anar 
pattern and is located (in the substantial cente^of the 
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type semiconductor region 20. 

Planar dimensions of the n* type semiconductor 



region 20 is, for example, a degree of 25 to 27 microns 
long and 25 to 27 microns broad, and^lane^ dimens ions 
of the p* type semiconductor 6 is, for example, a degree 
of 20 microns long and 20 microns broad. In addition, 
the junction depth of the n"^ type semiconductor region 
20 is , for example , as shallow as 0 . 12 to 0 . 18 micrometer , 
at its center, that is, at a region in which the p* type 
semiconductor region 6 is formed, and is deeper at its 
periphery, that is, at a region in which the p* type 




Wires 21 to 23 are^rdyed/ at the upper part of 
the above two zener diodes (D^, Dj). Of these wires 21 
to 23, the wires 21 are electrically connected to the 
n* type semiconductor region 20 of one zener diode (D^) 
through a plurality of connection holes 24 formed in 
a silicon oxide film 29 that covers upper parts of the 
zener diodes (D^, Dj). One of the wires 22 is 
electrically connected to the n* type semiconductor 
region 20 of the other zener diode (Dj) through one of 
a plurality of connection holes 24 formed in the silicon 
oxide film 29. These connection holes 24 are arranged 
with substantially equal intervals at the periphery of 
the n* type semiconductor region 20, that is, along a 
region in which the n* type semiconductor region 20 and 
the p* type semiconductor region 6 do not f or^ir^junct ion . 
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In addition, the other part of the wires 22 and 
a wire- 23 are electrically connected to the p type well 
5 and p* type semiconductor region 6 via a plurality of 
connection holes 25 formed in the silicon oxide film 
29, respectively. One and the other of the zener diodes 
(Di, D2) are connected to each other in series via the 
other of wires 22. 

Each of a plurality of connection holes 24 for 
connecting the n* type semiconductor region 20 and the 
wires 21 and 22 in a first layer to each other is spaced 
so that a pitch between the adjacent connection holes 
24 is greater than a minimum pitch^of the circuit. For 
example, in the case where a minimum pitch between the 
connection holes for connecting a circuit element that 
constitutes this system LSI, for example, and a wire 
in the first layer to each other is 0.95 micron, a pitch 
between the connection holes 24 is about 3.8 microns. 

FIG. 6 is a graph showing results obtained by 
measuring a relationship between a layout of the above 
connection holes 24 and a leakage current generated at 
a voltage that is equal to or less than a fall (breakdown) 
voltage about a zener diode of one step. A solid line 
A shown in FIG. 6 shows the layout of the connection 
holes 24 in the embodiment as described previous ly , that 
is, a case in which, as schematically shown in FIG. 7, 
a plurality of connection holes 24 are arranged at the 
periphery of the n* type semiconductor region 20 (a 
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region in which the n* type semiconductor region 20 and 
the type semiconductor region 6 do not form a 
junction ) and in which the connection holes 2 4 are spaced 
from each other. In FIG. 7, the diameter of the 
respective connection holes 24 is defined as 0.45 
microns, and a pitch between the adjacent connection 
holes 24 is defined as 3.8 microns. 

On the other hand, all of the solid line B, broken 
line, single dot and dash line, and double dot and dash 
line in FIG. 6 show a case in which the respective / 
connection holes 24^^bein^ 0.45 micron in diameter^i^^ 
arranged at the upper part of the p^ type semiconductor 



region Gjf. ACsTolid line B of FIG. 6 shows a case in which 
a plurality of connection holes 24 are spaced from each 
other over a substantially full region of the p^ type 
semiconductor region 6, as shown in FIG. 8. The double 
dot and dash line of FIG. 6 shows a case in which the 
connection holes 24 are densely arranged at the 
periphery of the p* type semiconductor region 6 , as shown 
in FIG. 9. The single dot and dash line of FIG. 6 shows 
a case in which the connection holes 24 are densely 
arranged at the center of the p^ type semiconductor 
region 6, as shown in FIG. 10. And, the broken line 
of FIG. 6 shows a case in which the connection holes 
24 are densely arranged over a substantially full region 
of the p* type semiconductor region 6, as shown in FIG. 
11. In an example shown in FIG. 8, a pitch between the 
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connection holes 24 is defined as 3.8 microns. In all 
examples shown in FIG • 9 to FIG. 11, the pitch is defined 
as 0.95 microns. 

As illustrated, in the layout (solid line A) 
according to the present embodimenryin which the 




connection holes 24 are spaced from each other at the 
periphery of the n^ type semiconductor region 20, an 
amount of leakage current is the smallest. In addition, 
even in the case where the connection holes 24 are 
arranged at the upper part of the p* type semiconductor 
region 6, a case (the solid line B) in which the 
connection holes 24 are spaced from each other has a 
smaller leakage current in comparison with a case (the 
double dot and dash line, single dot and dash line, and 
broken line) in which the connections holes 24 are 
densely arranged. 

In this manner, in the zener diodes (Dj, D^) 
according to the present embodiment, the connection 
holes 24 for connecting the wires 21 and 22 and the n* 
type semiconductor region 20 to each other are not 
arranged at the center of the n* type semiconductor 
region 20, that is, in a region in which the n* type 
semiconductor region 20 and the p* type semiconductor 



region 6 )do no^ f orm a junction, but^arranged at the 
periphery at which the junction depth thereof is deeper 
than the center. In this manner, in comparison with 
a case in which the connection holes 24 are arranged 
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at the upper part of the p* type semiconductor region 
6 , the junction depth of the n* type semiconductor region 
20 at the bottom of the respective connection holes 24 
becomes great, and the generation of a tunnel, current 
in this region is restricted. Thus, a leakage current 
generated at a voltage that is equal to or less than 
a fall (breakdown) voltage can be reduced. 

In addition, the zener diodes (D^, D2) according 
to the present embodiment are arranged such that each 
of a plurality of connection holes 24 for connecting 
the n* type semiconductor region 20 and wires 21 and 22 
to each other is spaced relative to a pitch between the 
adjacent connection holes 24, the pitch being greater 
than a minimum pitch between the connection holes of 
the circuit. In this manner, when the silicon oxide 
film 29 is etched in a manufacturing proces^s^^'described 
later^^yt^o form the connection holes 2 4 , an amount of 
shaving of the substrate 1 at the bottom of the 
respective connection holes, 2^ cannot Jb^ reduced . w Thus , t 

^ ^ > ' ^^^.y^^^^ /^(^^M£/^^f^fin^ r,i2M^^O(/^ ^ 

/there can be res tr icted ) the drawback /t ha tXt he 1 unction ^ a 
epth o^ the n* type semiconductor region 20 



shalloi^^^^^The pitch between the adjacent connection 
holes 24 is at least twice^ongei^hary^the minimum pitch 
between the connection hole of the circuit . preferably 
^re^^imes longer£^ and^yinore pref erablyyXour t imes 
longer. 

Next, an example of a method of manufacturing an 
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EEPROM having the above zener diodes (D^, D2 ) in a 
periphery circuit will be described with reference to 
FIG. 12 to FIG. 20. In these figures, there is shown 
a region for a MONOS (Metal Oxide Nitride Oxide 
semiconductor) type MISFET that constitutes a memory 
cell of the EEPROM, an n channel type MISFET ( LV NMOS) 
that constitutes a periphery circuit, a p channel type 
MISFET (LV PMOS), a high withstand voltage n channel 
type MISFET ( HV NMOS) , a high withstand voltage p channel 
type MISFET (HVPMOS) , a high withstand voltage p channel 
type MISFET (^epaf^^^y type) ( HV PDMOS), and a zener 
diode. 

First, as shown in FIG.' 12, a semiconductor 
substrate 1 (hereinafter, referred to as a substrate) 
that consists of a p type mono - crys talline silicon is 
provided, for example, and a field insulation film 2 
is formed on a primary face of the substrate by using 
a known LOCOS ( LOCal Oxidation of Silicon) element 
isolation technology. At this time, a silicon oxide 
film 13 is formed on a surface of the substrate 1 in 
an active region surrounded by the field insulation film 
2. 

Next , as shown in FIG . 13, after phosphor ( P ) ions 
are implanted into a part of the substrate 1 through 
the silicon oxide film 13, an n type scattering layer 
3 is formed by annealing the substrate 1> where a dose 
quantity of phosphor ion is 4,5 x 10^^ cm'^, and 



18 



implantation energy thereof is 360 keV. 

Then, phosphor (P) ions are implanted into a part 
of the substrate 1, and boron (B) ions are implanted 
into another part. Thereafter, an n type well 4 and 
a p type well 5 are formed by annealing the substrate 
1. At this time, a dose quantity of phosphor ion is 
1.2 X 10^^ cm*^ and implantation energy thereof is 360 
KeV while a dose quantity of boron ion are 0.8 x 10^^ 
cm'^ and implantation energy thereof is 200 keV. 

Subsequently, after boron (B) ions are implanted 
into a part of the p type well 5 in a region for forming 
a zener diode, a p* type semiconductor region 6A is 
formed by annealing the substrate 1. In the p* type 
semiconductor region 6A, the n^ type semiconductor 
region 20 is formed at an upper part thereof in a 
subsequent process, thereby forming a p* type 
semiconductor region 6 that constitutes a part of a zener 
diode (D) . 

Next , as shown in FIG. 14, agate insulation layer 
7 composed of three layer insulation films, each 
consisting of a silicon film, a silicon nitride film, 
and a silicon oxide film, is formed at a part of a memory 
cell forming region. Thereafter, a gate electrode 10 
for rewriting data is formed at an upper part of this 
gate insulation film 7. 

To form the gate insulation film 7 and the gate 
electrode 10, a part of the silicon oxide film 13 formed 
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on the surface of the p type well 3 in the memory cell 
forming region is first removed by etching, and then, 
the substrate 1 is oxidized in oxygen atmosphere diluted 
by nitrogen, whereby a silicon oxide film (not shown) 
of about 1 . 8 nm in film thickness is formed on the surface 
of the p type well 3 in a region in which the 
above-mentioned silicon oxide film 13 is removed. Next, 
a silicon nitride film (not shown) of about 18 nm in 
film thickness is deposited on the substrate 1 by using 
a CVD method. Thereafter, by annealing the substrate 
1, a silicon oxide film (not shown) of about 3 nm in 
film thickness is formed on the surface of the 
above-mentioned silicon nitride film. 

Next, n type poly-crystalline silicon film (not 
shown) of about 200 nm in film thickness formed by doping 
phosphor (P) is deposited on the substrate 1 by using 
the CVD method, and then, a silicon oxide film 14 of 
about 100 nm in film thickness is deposited at an upper 
part of this poly-crystalline silicon film by using the 
CVD method. Thereafter, a photo-resist film is masked, 
and respective parts of the silicon oxide film 14, the 
poly- crystalline silicon film and gate insulation film 
7 are etched, and thereby the gate electrode 10 and the 
gate insulation film 7 are formed, respectively- To 
this gate electrode 10, a rewriting high voltage (Vpp) 
or power supply voltage (Vcc) is supplied through the 
constant voltage generation circuit shown in FIG. 2 at 
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the time of data rewriting (writing and erasing) . And, 
electrons or positive holes are implanted into the gate 
insulation film 7 at a lower part of the gate electrode 
due to a tunnel effect. 

Next , as shown in FIG . 15 , a thick gate insulation 
film 8 of about 23 nm in film thickness is formed in 
the surface of the n type scattering layer 3 and the 
P type well 5 in a memory cell forming region and a high 
withstand voltage MISFET forming region. Then, a thin 
gate insulation film 9 of 8 nm in film thickness is formed 
on the surface of the n type well 4 and p type well 5 
in another region. Thereafter, a gate electrode 11 is 
formed at each upper part of the gate insulation films 
8 and 9 . 

To form the gate insulation films 8 and 9, a 
silicon oxide film 13 formed on each surface of the n 
type scattering layer 3, n type well 4, and p type well 
5 is removed by etching , and then the substrate 1 is 
oxidized. Thereby, the thick gate insulation film 8 
is formed on the each surface of the n type scattering 
layer 3, n type well 4, and p type well 5, Next, the 
gate insulation film 8 is left on the each surface of 
the n type scattering layer 3 and p type well 5 in the 
memory cell forming region and high withstand voltage 
MISFET forming region. And, the gate insulation film 
8 in^other region is removed by etching. Thereafter, 
the thin gate insulation film 9 is formed on ^h^e^each 
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surface of the n type well 4 and p type well 5 in the 
above-mentioned other region by oxidizing the substrate 
1 . 

Next , an n type poly- crystalline silicon film 
(not shown) of about 80 nm in film thickness formed by 
doping phosphor (P) is deposited at the upper part of 
the gate insulation films 8 and 9 by using the CVD method, 
and then, a W (tungsten) silicide film (not shown) of 
about 100 nm in film thickness is deposited at the upper 
part of this poly- crystalline silicon film by using a 
sputtering method , Further , a silicon oxide film 1 5 
of about 150 nm is deposited at its upper part by using 
the CVD method • Thereafter , a photo -resist film is 
masked and the silicon oxide film 15, the W silicide 
film, and the poly - crys t alline silicon film are etched, 
and thereby the gate electrode 11 is formed. 

Next , as shown in FIG . 16 , boron ( B ) ions are 
implanted into the n type scattering layer 3 and the 
n type well 4 to form a p" type semiconductor region 16 
with low impurity concentration- Phosphor (P) ions are 
implanted into the p type well 5 to form the n" type 
semiconductor region 17 with low impurity 
concentration. 

Next , as shown in FIG . 17 , each of side wall 
spacers 18 is formed on respective side walls of gate 
electrodes 10 and 11. Then, boron (B) ions are 
implanted into the n type scattering layer 3 and the 
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n type well 4 and thereby a p* type semiconductor region 
(source and drain) 19 with high impurity concentration 
is, respectively, formed in a memory cell forming region 
and a peripheral circuit forming region. Although not 
shown in the figure, a p^ type semiconductor region 19 
is also formed at a part of the p type well 5 in the 
zener diode forming region (at the lower part of the 
connection hole 25 shown in FIG- 4) at this time. In 
addition, arsenic (As) ions and phosphor (P) ions are 
implanted into the p type well 5, and thereby a n* type 
semiconductor region (source and drain) 20 with high 
impurity concentration is formed in a peripheral 
circuit forming region. And, the n* type semiconductor 
region 20 with high impurity concentration is formed 
in a zener diode forming region. The side wall spacers 
18 are formed by performing isotropic etching of a 
silicon oxide film (not shown) deposited on the 
substrate 1 by using the CVD method. At this time, dose 
quantity of boron ion is defined as 2 x 10^^ cm'^ and 
implantation energy thereof is defined as 10 keV. Dose 
quantity of arsenic ion is defined as 3 x 10^^ cm'^ and 
implantation energy thereof is defined as 60 keV. And, 
dose quantity of phosphor ion is defined as 5 x 10^^ cm"^ 
and implantation energy thereof is defined as 60 keV. 

With these processes, a MISFET that constitutes 
memory cells of EEPROM and a MISFET that constitutes 
a periphery circuit are completed, respectively. In 
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addition, the n* type semiconductor region 20 with the 
highJLmpurity concentration is formed in the p' type well 
5 in a zener diode forming region in which the p* 
semiconductor region 6A is formed. Thereby, a zener 
diode (D) composed of the n* type semiconductor region 
20 and the p^ semiconductor region 6 formed at its lower 
part is completed. 

Next, as shown in FIG. 18, two silicon oxide 
layers 28 and 29 are deposited at the respective upper 
parts of the MISFET and zener diode (D) by using the 
CVD method. Then, a photo-resist film is masked and 
the silicon oxide films 28 and 29 are dry etched. 
Thereby, each of connection holes 30 to 36 is formed 
at the respective upper parts of the source and drain 
of the above-mentioned MISFET ( p* type semiconductor 
region 19 and n^ type semiconductor region 20), 
connection holes 24 are formed at the upper part of the 
n* type semiconductor region 20 of the zener diode (D), 
and then a connection hole 25 not shown in FIG. 18 is 
formed at a part of a p type well 5 in the zener diode 
forming region (at the upper part of the p* semiconductor 
region 19 shown in FIG. 4), As described previously, 
the respective connection holes 24 formed at the upper 
part of the n* type semiconductor region 20 for the zener 
diode (D) are arranged at the periphery of the n* type 
semiconductor region 20 (outside of the p* type 
semiconductor region 6), that is, in a region in which 
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the junction depth of the n type semiconductor region 
2 0 is deep, in order to reduce a leakage current. 

In addition, the connection holes 24 are spaced 
from each other. According to examination of the 
inventor, in general, in the case where a plurality of 
connection holes are formed by dry etching using a 
photo-resist film as a mask, if the^connect ion holes 



holes is lowered due to a decrease in film at a side 
wall and/or a top part of a resist pattern. 
Consequently, the amount of substrate shaving is 
increased at the bottom of the respective connection 
holes- Therefore, in the case of the above-mentioned 
zener diode (D), the junction depth of the n* type 
semiconductor region 20 is shallow at the bottom of the 
respective connection holes 24, which causes an 
increase of a leakage current. Accordingly, since a 
distance between the adjacent connection holes 24 is 
spaced from each other, the amount of shaving of the 
type semiconductor region 20 is reduced at the bottom 
of the respective connection holes 24, so that a leakage 
current can be further reduced. In the case where the 
connection holes are densely arranged, a decrease of 
a film of a resist pattern occurs irrespective of 
positive type and/or negative type. Further, such 
decrease is induced by various factors such as 
interference of exposure light and the like. 




the connection 
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Next, as shown in FIG. 19, wires 21 (and wires 
22 and 23 not shown in FIG^^) and wires 40 to 46 which 
are in a first layer are provided at the upper part of 
a silicon oxide layer 29 and, then, a silicon oxide film 
50 is deposited at respective upper parts of the wires 
21 (and the wires 22 and 23 not shown in FIG. 19) and 
the wires 40 to 46 by using the CVD method. Thereafter, 
wires 51 to 56 which are in a second layer are provided 
at an upper part of the silicon oxide film 50. The wires 
21 and 40 to 46 in the first layer and the wires 51 to 
56 in the second layer are formed by performing the dry 
etching of a metal film such as a W (tungsten) film 
deposited by the CVD method, an Al alloy film deposited 
by a sputtering method or the like. After a plug 
(electrically conductive connection body) consisting 
of a W film is embedded inside of the connection holes 
30 to 36 and^^, the wires 21 and 40 to 46 in the first 
wire may be formed. 

Thereafter, as shown in FIG. 20, a silicon oxide 
film 60 is deposited at respective upper parts of the 
wires 51 to 56 in the second layer by using the CVD method, 
and then, wires 61 and 62 which are in a third layer 
are formed at an upper part of the silicon oxide film 
60 in the same method as the above-mentioned one. 
Thereafter, by forming a surface protection film 63 
deposited at respective upper parts of the wires 61 and 
62 in a third layer by using the CVD method, an EEPROM 
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is substantially completed. The surface protection 
film 63 consists of a laminate film having a silicon 
oxide film and a silicon nitride film and the like. 

As has been described above, according to the 
present embodiment, a leakage current created in a zener 
diode can be reduced, so that the leakage current at 
a fall (breakdown) start voltage can be reduced to 1 
At A or less, for example, and a rewrite voltage (Vpp) 
generated at the constant voltage generating circuit 
can be constantly supplied to an EEPROM. 

In the present embodiment, a plurality of 
connection holes 24 for connecting the n* type 
semiconductor region 20 of the zener diode (D) and wires 
to each other are arranged only at the periphery of the 
n* type semiconductor region 20. However, in the case 
where an area of a region surrounding the periphery of 
the n* type semiconductor region 20 becomes small by, 
for example, adopting micro - fabrication , the 
connection holes 24 may be arranged at the upper part 
of the p* type semiconductor region 6, as shown in FIG. 
21 and FIG. 22. In this case too, as indicated by the 




solid line B of the graph shown in FIG. 6, ^distajic^e y 
between'jthey adjaceirEy'^c^^ holes 24 is^spaced froin^ 

^ach other^and thereby an increase of a leakage current 
can be reduced to the minimum thereof. In addition, 
occasionally, the connection holes 24 can be spaced from 
each other in both of the n* type semiconductor region 
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20 and p"" type semiconductor region 6, 

Iri the present embodiment, although the p* type 

semiconductor region 6 of the zener diode (D) is arranged 

on the center of the n* type semiconductor region, the 

A 

P* type semiconductor region may be arranged in a region 
other than the center, as shown in FIG. 23, for example. 
In this case too, a plurality of connection holes 24 
for connecting the n* type semiconductor region 20 and 
wires to each other are arranged in a region in which 
the n* type semiconductor region 20 and the p* type 
semiconductor region 6 do not form a junction. 

In addition, some of a plurality of connection 
holes 24 may be arranged at the upper part of the p* type. . 
semiconductor^ region 6- In this case, however, a (/t^ 
distance between^the ccfnnection holes 24 is/spaced from/ 

/\ ^ 

^^each othe^and thereby an increase of a leakage current 
can be reduced to the maximum thereof. 

Further, the p* type semiconductor region 19 
shown in FIG. 4 has a comparatively small effect on 
element characteristics due to the substrate shaving. 
Thus, a pitch between the connection holes 25 formed 
in the upper part of this region may be minimal pitch 
of the circuit - 
( Second Embodiment ) 

A system LSI according to the present embodiment 
is constituted to include a bipolar transistor in a part 
of a peripheral circuit of an EEPROM, 
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FIG. 24 is a cross section of essential portions 
of a substrate 1 on which a bipolar transistor (Bip) 
is formed, and FIG. 25 is a plane view showing a layout 
of connection holes 73 and 74 for connecting an emitter 
region 70, base region 71, and collector region 72 of 
this bipolar transistor (Bip) and wires (not shown) to 
each other. 

For example, in the case of an npn type bipolar 
transistor, a main component of a base current is a 
positive hole current that flows from the base region 
71 to the emitter region 70. However, when each of the 
connection holes 73 is formed at an upper part of the 
emitter region 70 by means of dry etching, if substrate 
shaving occurs at the respective bottoms of the 
connection holes 73, the emitter region 70 is 
substantial - Ly shallow. Therefore, positive holes that 
are a/lhinor?^arrier implanted into the emitter region 
70 from the base region 71 easily reaches an emitter 
electrode, and a base current increases. As a result, 
a direct current amplification rate (hFE) is lowered. 
That is, the substrate shaving of the emitter region 
70 has a great effect on element characteristics in 
comparison with that of the base region 71 or collector 
region 7 2 . 

In this embodiment, a pitch between the adjacent 
connection holes 73 at the upper part of the emitter 
region 70 is greater than a pitch between the adjacent 
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connection holes 74 and a pitch between the adjacent 
connection holes 7 5 at the upper part of the base region 
71 or collector region 72 that has a comparatively small 
effect on the element characteristics. So, the 
substrate shaving quantity is reduced when the 
connection holes 73 are formed at the upper part of the 
emitter region 70. 

FIG. 26 is a graph showing a relationship between 
a direct current amplification rate hFE (collector 
current Ic / base current Ig) and a pitch between the 
adjacent connection holes at the upper part of the 
emitter region. As illustrated, a case in which the 
connection holes ( a t o tal of 1 8 holes ) are arranged with 
a minimum pitch in nine rows and two columns is compared 
with a case in which the nine connection holes are 
arranged in a zigzag manner to extend the pitch. As 
a result, the direct current amplification rate hFE 
obtained by the case where the pitch between the adjacent 
connection holes is extended is improved from 76 to 159 
by minimum pitch. 

As described above, although invention made by 
the inventors has been specifically described based on 
the embodiments, the present invention is not limited 
to the foregoing embodiments. And, it goes without 
saying that various modifications can occui^^without 
departing from the scope of the invention. 

For example, in the foregoing embodiment, a 
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description has been given to a case in which the present 

invention is applied to a zener diode composed of an 

n* type semiconductor region formed in a p type well and 

a p* type semiconductor region formed in the p type well 

at the lower part of this n^ type semiconductor region. 

However, the present invention is also applicable to 

another zener diode in which an electrically conducti 

type is reversed from the above-mentioned type, that 

is, another zener diode is composed of a type 

semiconductor region formed in n type well and an n* type 

semiconductor region formed in the n type well at the 

lower part of^ this p* type semiconductor region. 

A) 

FOLLOWING ADVANTAGES 

/a7 effect obtained by the typical invention 
disclosed in the present application will be briefly 
described here. 

According to the present invention, a leakage 
current at a fall (breakdown) start voltage of a zener 
diode can be eminently reduced. Thus, for example, the 
zener diode constituted according to the present 
invention is applied to a constant voltage generating 
circuit of an EEPROM, so that a rewrite voltage created 
in the constant voltage generating circuit is 
stabilizedly supplied to the EEPROM. 

In addition, according to the present invention, 
the substrate shaving caused at the time of forming a 
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connection hole for connecting a substrate and a wire 
to each other can be restricted. In this manner, for 
example, in forming a connection hole for connecting 
a semiconductor region for the zener diode and a wire 
to each other, the drawback that the junction depth of 
the semiconductor region becomes shallow at the bottom 
of the connection hole can be prevented. Therefore, 
the leakage current created in the zener diode can be 
further reduced. 
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ABSTRA C T 

A plurality of connection holes 24 £or connecting 
n* type semiconductor region 20 of zener diodes (D^, Dj) 
and wires 21 and 22 to each other are not arranged in 
the center of the n"^ type semiconductor region 20, that 
is, in a region in which a p* type semiconductor region 
6 and the n^ type semiconductor region 20 form a junction 
but is arranged in the periphery which is deeper than 
the center in junction depth. In addition, these 
connection holes 24 are spaced from each other so that 
a pitch between the adjacent connection holes 24 is 
greater than a minimum pitch between connection holes 
of the circuit, and thereby a substrate shaving quantity 
is reduced when the respective connection holes 24 are 
formed by means of dry etching. 
(Selected Figure: FIG. 4) 
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